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(54) Optical Information medium 



(57) An optical information medium comprises a 
pair of discs (1 and 5) which are bonded to each other, 
an optical recording layer (12) provkJed on at least one 
of the discs (1 and 5). a reflecting layer (13) formed on 
an upper side of the optical recording layer (12). The 
optical information medium further includes an adhesive 

(11) for bonding the pair of discs (1 and 5) provided on 
the reflecting layer (13). wherein the adhesive (11) has 
a thickness ranging from 1 0 to 80 ^m. A protecting layer 
(14) is provided on the upper skle of the reflecting layer 
(13) wherein the pair of discs (1 and 5) may be bonded 
by the protecting layer (14). The optical recording layer 

(12) , reflecting layer (13) and protecting layer (14) may 
be directly sequentially provided on the disc (1) but 
another substrate layer may be inserted between these 
layers. There is employed, as the adhesive (11), that 
including a reactive curing resin or a hot melt material, 
and it is preferable that the shrinkage rate of the adhe- 
sive (1 1) be less than 15%. 
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Description 

The present invention relates to an optical information medium comprising one disc formed of a transparent sub- 
strate and having an optical recording layer and an reflecting layer at least on one surface thereof and another disc 

5 which is bonded to one disc by an adhesive. 

A digital video disc (DVD) capable of recording and reproducing information with high-density has been now put 
into practical use associated with the recent development and practical utilization of a laser having a short wavelength. 
The optical information medium of this type can adopt a structure for bonding two pieces of discs. 

A read-only optical information medium having such a structure for bonding two surfaces of discs has a center hole 

w at the center thereof and a clamping area at the outside thereof. A pair of discs which are bonded to each other include 
at least one transparent substrate comprising at one surface thereof, an information recording area formed outside the 
clamping area, pits serving as an information recording means formed on the information recording area, and a reflect- 
ing layer formed of a metal film and provided on the pit. 

Further, as an optical information medium capable of recording information, a tracking guide is formed on the infor- 
ms mation recording area of at least one substrate, and the substrate is coated with organic dye. etc. by means of a spin- 
coating process, to form an optical recording layer, and a reflecting layer formed of a metal film is formed on the optical 
recording layer Still further, the entire surfaces of a pair of discs are coated with reactive curing resin as an adhesive by 
means of a spin-coating process or a screen printing, and the coated surfaces are laid on top of the other to oppose 
each other, and two discs are bonded to each other by the adhesive set forth above. 

20 In a WORM (write once, read many times) optical information medium, there is employed a system for coating the 
transparent substrate with dye material such as an organic dye with a given thickness to form an optical recording layer, 
and forming a reflecting film such as a metal film on the optical recording layer. 

In such a WORM optical information medium, if the optical recording layer of the disc is coated with an adhesive 
such as a reactive curing resin by a spin coating process or a screen printing, etc., and two discs are bonded to each 

25 other by this adhesive, residual stress is generated in the jointing boundary between the different materials, whereby 
the discs are liable to warp and the adhesive surface is liable to flake owing to the warpage of the discs. Further, there 
occurs a problem that when a shock is applied to the discs, the discs are liable to flake, thereby deteriorate a shock 
resistance. Particularly, the flaking is liable to occur at the edges of two discs, which causes a problem of brittleness 
against the shock on the edges. Still further, since the adhesion between two discs is deteriorated, the moisture in the 

30 air is liable to enter the discs, which causes a problem of deterioration of the layer with moisture. 

If a reaction-sensitive resin Is employed as an adhesive layer, the shrinkage involved in the curing occurs, and the 
stress generated thereby influences the recording layer, thereby distorting the recording layer. As a result, a variation 
of tracking signal and/or reflectance occurs when the discs are reproduced with laser beam. The variation late exceeds 
30%, thereby obstructing the record and reproduction of the information. 

35 When the discs are bonded by the adhesive, one surface of one disc is coated with an adhesive, and another sur- 
face of another disc is overlaid on one disc, thereafter they are irradiated with light so as to cure the adhesive. When 
two discs are lakl on top of the other, bubbles are liable to enter between two discs, and hence the stress is liable to 
occur by bubbles at the time of bonding the discs, and the magnitude of the stress increases. Accordingly, the influence 
of the stress upon the recording layer also increases, and there is a possibility that the optical disc is deformed to the 

40 extent to be recognized visually. A vacuum degassing apparatus is employed to prevent bubbles from entering the 
adhesive layer when two discs are bonded to each other, which makes the apparatus large-scaled, and hence increas- 
ing the operating process, which causes a problem of deterioration of productivity. 

It is a first object of the irivention to reduce a stress even if the stress occurs owing to bubbles which are produced 
when two discs are borxied by an adhesive. It is a second object of the invention to reduce the shrinkage of the adhe- 

45 sive involved in the curing of the adhesive layer. It is a third object of the invention to restrain the variation rate of reflect- 
ance and the variation of a push-pull signal which are caused when the adhesive layer is cured, thereby permitting the 
level of signal not to reach a critical value. It is a fourth object of the invention not to deform the discs owing to the shrink- 
age involved in the curing of the adhesive layer. It is a fifth object of the invention to select a suitatHe material from an 
ordinary material for use in the adhesive layer, thereby dispensing with the use of a specially prepared material. It is a 

50 sixth object of the invention to perform bonding operation using the adhesive in a simple manner without using a large- 
scaled apparatus such as a degassing apparatus, thereby enhancing productivity, it is a seventh object of the invention 
to increase the resistivity of friction of the adhesive for bonding the discs. 

The optical information medium comprises a pair of discs 1 and 5 which are to be bonded to each other, an optical 
recording layer 12 which is formed on at least one of the discs 1 and 5 at the surface where the discs 1 and 5 are 

55 bonded and a reflecting layer 13 formed over the optical recording layer 12. The optical information medium according 
to the present invention has an adhesive 1 1 for bonding a pair of discs 1 and 5 by way of the optical recording layer 12 
and reflecting layer 13 in the aforementioned optical information medium, and a thickness of the adhesive 11 ranges 
from 10 to 80 nm. A protecting layer 14 may be formed over the reflecting layer 13, and a pair of discs 1 and 5 are 
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tx)ndGd to each other by way of the protecting layer 14. 

The optical recording layer 12, the reflecting layer 13 and the protecting layer 14 to be formed on the disc 1 are 
sequentially directly formed in this order, but another layer may be inserted between these layers. The reactive curing 
resin, or a hot melt material, or the like is used as the adhesive 1 1 , particularly rt is preferable that the shrinkage rate of 
the adhesive 1 1 be less than 15% when it cured by in'adiation of UV ray. 

Since the thickness of the adhesive 11 ranges 10 to 80 ^im, the coating layer of the UV curing resin adhesive for 
instance shows a sufficient viscosity, and even if bubbles are produced when the main surface of other disc contacts 
the coating layer, the viscose adhesive of the coating layer flows to fill up the bubble holes. Even if the viscose adhesive 
of the coating layer is cured by the irradiation of the UV rays while bubt>les remain therein, the stress generated based 
on these bubbles can be reduced by the deformation caused by the plasticity and elasticity of the resin, thereby reduc> 
ing the influence upon the recording layer. If the thickness of the adhesive 11 is less than 10 ^m, the bubbles can not 
be filled up by the deformation of the adhesive 1 1 . On the other hand, if the thickness of the adhesive 1 1 exceeds 80 
yim, the curing speed of the adhesive 1 1 reduces so that the adhesive 1 1 is liable to be non-curable. 

As mentioned above, in the optical information medium of the present invention can reduce the stress even if the 
stress is generated owing to the bubbles produced in the adhesive layer. Further, the shrinkage of the adhesive 1 1 
when it cures is small, the variation rate of the reflection and the variation of push-pull signal do not reach the critical 
level owing to the shrinkage of the adhesive 1 1 when it cures. The deformation of the adhesive when it cures is not rec- 
ognized from the external appearance, and further the adhesive can be selected from an ordinary material without 
using the specially prepared material, and the large-scaled degassing apparatus is not required, so that the bonding of 
the discs by the adhesive can be perfamed in the ordinary bonding manner. 

Grooves 6 and 6 are defined in at least one of the discs 1 and 5 at the outer periphery of the adhesive surface 
thereof, and the outer peripheries of the discs 1 and 5 may be bonded to each other by the adhesive 1 1 filled in these 
grooves 6 and 6. In such an optical information medium, the adhesive 1 1 is filled in the grooves 6 and 6 to increase the 
bonding surface area by the adhesive 1 1 compared with a case where only the flat main surfaces of the discs 1 and 5 
alone are bonded to each other by the adhesive 1 1 . so that the resistivity of friction at the outer peripheries of the discs 
1 and 5 increases by a so-called anchor effect. 

The grooves 6 and 6 may be defined in the outer peripheries of the discs 1 and 5 or may be defined in the center 
side from the outer peripheries of the discs 1 and 5. In the latter case, since the grooves 6 and 6 do not appear on the 
outer peripheral surfaces of the discs 1 and 5. they present the same outer peripheral surfaces in external appearance 
as an optical information medium having no grooves 6 and 6. 

A part 1 1 a of the adhesive 1 1 bonding the discs 1 and 5 may be fixed to an outer peripheral surfaces of at least one 
of the discs 1 and 5. Even in such a optical information medium, the fixing surface area of the adhesive 1 1 increases 
because the adhesive 1 1 is fixed to the outer peripheral surfaces of the discs 1 and 5 compared with the case where 
the adhesive 1 1 is fixed to only the flat main surfaces of the discs 1 and 5, the resistivity of friction at the outer periph- 
eries of the discs 1 and 5 increases by a so-called anchor effect. 

In this case, inclination surfaces 15 and 15 which are obtuse or acute relative to the bonding surfaces of the discs 
1 and 5 may be formed on the outer peripheral surfaces of the discs 1 and 5 to which the part 1 la of the adhesive 1 1 
is fixed. If the inclination surfaces 15 and 15 which are obtuse relative to the bonding surfaces of the discs 1 and 5 are 
formed, the adhesive 11 is not necessary to protrude largely from the outer peripheral edges of the discs 1 and 5 so 
that adhesive 11 does not influence largely on the outer peripheral shape of the optical information medium. On the 
other hand, if the inclination surfaces 15 and 15 are acute relative to the bonding surfaces of the discs 1 and 5 are 
formed, the outer periphery of the adhesive 1 1 moves around the back side of the bonding surfaces of the discs 1 and 
5 and it is bonded to the back side, enhances the anchor effect to obtain high resistivity of friction. 

The discs 1 and 5 are bonded together by the adhesive 1 1 not only at an information recording area r on the bond- 
ing surfaces of the discs 1 and 5 but also at an inner information non-recording area i formed at the inner peripheries 
of the discs 1 and 5. That is. the entire surfaces of the discs 1 and 5 are bonded together by the adhesive 1 1 to extend 
from the center holes 4 to the outer most peripheries thereof. As a result, the entire surfaces of the two discs 1 and 5 
including the information non-recording area i formed at the inner peripheries of the discs 1 and 5 are t)onded to each 
other so that the resistivity of friction of the discs 1 and 5 increases and the adhesion between the discs 1 and 5 is 
enhanced. Particularly, since the adhesive 1 1 reaches the center holes 4 of the discs 1 and 5 and the edges of the 
center holes 4 of the discs 1 and 5 are bonded by the adhesive 11 . the discs 1 and 5 hardly flake at the inner peripheries 
of the center holes 4, thereby enhancing the hermeticity between the discs 1 and 5. 

A groove 7 is defined between the center holes 4 of the discs 1 and 5 and the information non-recording area t at 
the bonding surfaces, and the adhesive 11 is filled in the groove 7, thereby Increasing the fixing surface area of the 
adhesive 1 1, and hence the resistivity of friction increases at the inner peripheries of the discs 1 and 5 by a so-called 
anchor effect. If a rough surface 8 is formed between the center holes 4 of at least one of the discs 1 and 5 and the 
information non-recording area i at the bonding surfaces thereof, the fixing surface area of the adhesive 11 increases 
by the rough surface 8 so that the resistivity of friction at the inner peripheries of the discs 1 and 5 increases. Such a 
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rough surface 8 may be character informatiori which is engraved on the surfaces of the discs 1 and 5. for example a lot 
number or a product number. 

The discs 1 and 5 are bonded in principal at the entire surfaces which oppose each other. In this case, it is prefer- 
able that the surface including an area having no optical recording layer 12 is bonded to another disc 5 without forming 

5 the optical recording layer 12 on at least a part of the surface except the information recording area r of the disc 1 . In 
other words, a nnarginal part where no optical recording layer 12 is formed at the outer periphery and/or inner periphery 
of the information recording area r in which the signal of the disc 1 is recorded, and the surface including this marginal 
part where the optical recording layer 12 of the disc 1 is provided may be bonded to another disc 5. The width of the 
marginal part of the disc 1 is more than 0. 1 mm. It is more preferable that the width of the marginal part exceed 1 .5 mm. 

10 In such an optical information medium, the optical recording layer 12 is not formed on the outside of the information 
recording area r of the disc 1 . namely, on the marginal part outside the area whole information recording, and the mar- 
ginal part is bonded directly by the adhesive 1 1 without interposing the optical recording layer 1 2. Accordingly, the discs 

I and 5 are bonded to each other with high resistivity of friction at the marginal part. Since the marginaJ part locates 
outside the information recording area r. the resistivity of friction adjacent to the edges of the discs 1 and 5 is enhanced. 

75 thereby protecting the information recording area r inside the edges. 

Meanwhile, it is possible to form a non-bonding area m at the peripheries of the center holes 4 of the discs 1 and 
5 where the part of the adhesive 1 1 is not bonded without bonding the entire surfaces of the discs 1 and 5. In such an 
optical information medium, the non-bonding area m is formed on the peripheries of the center holes 4 and the adhesive 

I I is not bonded onto the non-bonding area m so that the adhesive 11 is not bond to the peripheral surfaces of the 
20 center holes 4. When the discs 1 and 5 are coated with the adhesive 1 1. the adhesive 1 1 neither passes through the 

center holes 4 nor nx>ve around the recording surfaces opposite to the bonding surfaces of the discs 1 and 5. 

In such an optical information medium, the discs 1 and 5 are generally coated with the adhesive 1 1 and bonded 
thereby at the outer side thereof by a spin coating process. In this case, if the grooves 7 and 7 are defined in at least 
one of the bonding surfaces of the discs 1 and 5 at the area outside the non-bonding area m, when the discs 1 and 5 

25 are coated with the adhesive 1 1 . the adhesive 1 1 can stay in the grooves 7 and 7. As a result, it Is possible to surely 
prevent the adhesive 1 1 from bonding to the non-bonding area m. 

Meanwhile, if a center hole 4' of the disc 5 is greater than the diameter of the center hole 4 of the disc 1 . and it Is 
also greater than the diameter of the non-bonding area m, the adhesive 1 1 does not enter the non-bonding area m 
when the discs 1 and 5 are coated with the adhesive 11 at the bonding surfaces thereof and they are laid on top of the 

30 other. Accordingly, it Is also surely possible to prevent the adhesive 1 1 from bonding to the non-bonding area m. In this 
case, if the part of the adhesive 1 1 moves around and bonds to the peripheral surface of the center hole 4' of the disc 
5 having a large diameter, the resistivity of friction is reinforced at this portion. 

The boundary of the non-bonding area m is not always to be circular which is disposed at a fix range from the cent- 
ers of the discs 1 and 5 but may be indefinite. That is, the boundary of the non-bonding area m may be eccentric relative 

35 to the centers of the discs 1 and 5 or the boundary of the non-bonding area m may be of different shape. In such a man- 
ner, the maximum amplitude Q of a mechanical resonance frequency fo may be reduced, so that the oscillation of the 
optical information medium can be reduced at the high speed revolution thereof. 

Fig. 1 1s an exploded perspective cross-sectional view of an optical Information medium which is cut substantially 
40 half in a state before two discs are bonded to each other according to a first embodiment of the invention; 
Fig. 2 is a longitudinal partial sectional view of the optical information medium of Claim 1 ; 
Fig. 3 is a longitudinal sectional view of the optical information medium of Claim 1, which is cut partially according 
to a second embodiment of the invention; 

Fig. 4 is a longitudinal sectional view of the optical information medium, which is cut partially according to a third 
45 embodiment of the invention; 

Fig. 5 is an exploded perspective aoss-sectional view of an optical information medium which is cut substantially 

half in a state before two discs are bonded to each other according to a fourth embodiment of the invention; 

Fig. 6 is a longitudinal partial sectional view of the optical information medium of Rg. 5, which is cut partially; 

Figs. 7(a) to 7(d) are longitudinal sectional views of the optical information medium, which are cut partially accord- 
so ing to a fifth embodiment of the invention; 

Fig. 8 is a longitudinal partial sectional view of the optical information medium, which is cut partially according to a 

sixth embodiment of the invention; 

Figs. 9(a) to 9(e) are longitudinal sectional views of the optical information medium, which are cut partially accord- 
ing to a seventh embodiment of the Invention; 
55 Fig. 10 is an exploded perspective cross-sectional view of an optical information medium which is cut substantially 
half in a state before two discs are bonded to each other according to an eighth embodiment of the invention; 
Fig. 1 1 is a longitudinal partial sectional view of the optical information medium of Fig. 10, which is cut partially; 
Figs. 12(a) to 12(d) are longitudinal sectional view of the optical information medium, which are cut partially accord- 
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ing to a ninth embodiment of the invention; 

Fig. 13 is a longitudinal partial sectional view of the optical information medium, which is cut partially according to 
a tenth embodiment of the invention; 

Fig. 14 is a longitudinal partial sectional view of the optical information medium, which is cut partially according to 
5 an eleventh embodiment of the invention; and 

Figs. 15(a) and 15(b) are plan views showing an example of the nonbonding area of the optical information medium 
of the present invention. 

The optical Information medium according to various embodiments of the present invention will now be described 
10 in detail with reference to the attached drawings. 

One example of the optical information medium of the invention is of a WORM type having one surface 
record/reproduction structure formed by bonding two surfaces of discs. 

A material for the disc 1 includes, for example, glass and plastics such as epoxy resins, methacrylate resins, poly- 
cartx>nate resins, polyester resins, polyvinyl chloride resins and the like. As a material for the disc 5 to be laminated 
IS thereto in the case of one-side recording type, there may be used, other than the above mentioned material, thermo- 
plastic resins such as polyolefin, polyamide, polyvinyl alcohol, polyacetal, fluoroplastics and the like, as well as phenol 
resins, polyurethane resins, epoxy resins, amino resins, unsaturated polyester resins, alkyd resins, silicone resins and 
the like. 

An information recording area r Is set or formed on one surface of the transparent disc 1 outside an inner peripheral 

20 side information non-recording area i. A tracking guide 3 comprising spiral grooves is formed on the information record- 
ing area r. The tracking guide 3 has a pitch which normally ranges from 0.74 to 0.8 ^im. 

Further, an information recording layer 2 is provided on the main surface of the disc 1 on which the Information 
recording area r is formed. For example, the disc 1 is coated with organic dye. etc. to provide an optical recording layer 
12 by means of a spin coating process, etc., then a reflecting layer 13 made of a metal film is provided on the optical 

25 recording layer 12. The optical recording layer 12 and reflecting layer 13 form the information recording layer 2, and a 
portion where the optical recording layer 12 and reflecting layer 13 are provided is the information recording area r. A 
protecting layer 14 is provided on the entire surface of the main surface of the disc 1 so as to cover the reflecting layer 
13. Further, an information non-recording area i is set or formed between the inner side of the information recording 
area r to a center hole of the disc 1 . 

30 The optical recording layer 1 2 may be formed, for example, by spin coating a solution of cyanine dyestuff. aso dye- 
stuff, and other organic dyestuff followed by drying. The optical recording layer 12 may further contain another com- 
pound such as a single state oxygen quencher, and a photo absorbing agent and the like. 

As a solvent for dissolving the above mentioned dyestuff, there may be used chloroform, dichloroethane, fluori- 
nated solvent including fluorinated alcohol, etc.. methyl ethyl ketone, dimethylformamide. methanol, toluene, cyclohex- 

35 anone, acetyl acetone, diacetone alcohol, celloslves including methyl cellosolve, etc., dioxane and the like. In this case, 
an amount of cyanine dye to be mixed is preferably 1 to 10% by weight. 

As the reflecting layer 13. it is exemplified a metal film such as gold, aluminum, silver and copper formed by evap- 
oration, sputtering, and an alloy metal film of the combination thereof. As the protecting layer 14. it is exemplified a radi- 
oactive curing resin solvent such as a UV curing resin which is coated by a spin coating method and the resin is cured 

40 with UV tight. 

The WORM optical information medium has the following concrete dimensions. The diameter of the center hole 4 
of the disc 1 , namely, the inner diameter of the disc 1 is 1 5 mm, and the outer diameter and the thickness of the disc 1 
are respectively 120 mm and 0.6 mm. The tracking guide 3 and information recording layer 2 are provided on the disc 
1 at the area ranging from 48 mm to 1 1 6 mm in diameter thereof to form the information recording area r. 
45 Further, another disc 5 is prepared in addition to the disc 1 . Although another disc 5 is made of the same material 
as the disc 1 and has the same size as the disc 1 . the tracking guide 3 and information recording layer 2 are not pro- 
vided on the disc 5 although they are provided on the disc 1 . It is needless to say it is possible that the information 
recording area r having the tracking guide 3 and information recording layer 2 are formed on another disc 5 like the disc 
1. 

50 Thereafter, two discs 1 and 5 are bonded to each other. For example, one main surface of at least one of the discs 
1 and 5 is entirely coated with reactive curing resin as an adhesive 11 by a normally employed coating means such as 
a spin coating process or screen printing process, gravure printing process, dipping process, a spray coating process, 
then the discs 1 and 5 are laid on top of the other while they oppose each other, thereafter the aforementioned reactive 
curing resin is cured. As a result, then main surfaces of the discs 1 and 5 are bonded to each other by the adhesive 1 1 

55 which is formed when the reactive curing resin cures. In this case, the surface of the disc 1 on which the information 
recording layer 2 and the protecting layer 14 are provided is bonded to the main surface of another disc 5. 

As the adhesive layer, there are exemplified an adhesive made of curing resin or that made of hot melt material. If 
the UV curing resin is used as the curing resin adhesive, the protecting layer 14 of the disc 1 is coated thereof by a spin 
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coating process, a screen printing, etc. then the disc 5 is laid on the disc 1 , thereafter the UV curing resin is irradiated 
with the UV rays from the side of the disc 1 or disc 5. As a result, the adhesive is cured. It is also possible to use an 
electron curing resin or other radioactive curing resin other than the UV curing resin. In case of the adhesive layer 
formed of hot meit material, the protecting layer 14 of the disc 1 is coated with the melted adhesive by a roll coater, then 

5 the disc 5 is laid on the disc 1 , and the adhesive layer is cooled to cure in this state. 

The adhesive 1 1 is shrunk when it cures and the shrinkage rate is less than 15%. As the means for making the 
shrinkage rate less than 15% is the selection of a resin material. 

For example, in the case of a radiation curing resin such as an UV curing resin, a reactive diluent, a photo initiator 
and the like may be added to a resin component. 

10 More precisely, a monomer and an oligomer of a polymerizat>le organic compound may be coated to the disc 1 fol- 
lowed by forming an adhesive layer through a crossllnking reaction. When the adhesive layer of an organic polymer is 
formed by the crossllnking reaction, it is convenient from a standpoint of workability to add a small amount of a reaction 
Initiator and a reaction catalyst to a mixture of a monomer and an oligomer of an organic compound which has one or 
more than two reactive acrylonitrile radicals in a molecule, coat the liquid mixture on the disc and subject to a aossllnk- 

15 ing reaction by ultraviolet or electronic radiation. However, a crossllnking process is not restricted to the above men- 
tioned method and may include thermal crossllnking which is applied to an epoxy resin or an urethane resin. 

In the case of a hot-melt material, it is preferable that the melting temperature Is, for example, 130 °C and the melt- 
ing viscosity is, for example, 170,000 centipoise at 160 "C from a standpoint of coating workability. A practical material 
includes MELTORON 3S49 available from DIAPOND INDUSTRY Co., Ltd. Such a hot-melt material is quite easily used 

20 by simply cooling the material without dipping a surface thereof to be coated in a solvent or applying light irradiation for 
curing. 

It is necessary that the shrinkage rate of the adhesive Is less than 15%. If the shrinkage rate exceeds 15%, the 
influence caused by the stress thereof affects the optical recording layer, thereby generating distortion whereby the 
reflectance of the laser beam Is deteriorated to deform the optical Information medium. 
25 The thickness of the adhesive 1 1 needs to range from 10 to 80 ^m. If the adhesive 1 1 has such a thickness, the 
curing resin such as UV curing resin shows a viscosity at the coating layer like the UV curing resin. Even if bubbles are 
generated in the main surface of the coating layer when the main surface of another disc contacts the coating layer, the 
viscose adhesive flows to fill up the holes of the bubbles and also reduces the stress generated based on the bubbles 
by the plasticity and elasticity of the resin even if the viscose adhesive is solidified by the irradiation of UV rays while the 
30 bubbles remain therein, thereby reducing the influence of the stress against the recording layer. If the thickness of the 
adhesive is less than 10 ^m. such a reduction cannot be performed while if the thickness of the adhesive exceeds 80 
pm, the curing speed of the adhesive layer decreases so that the adhesive is liable not to cure. The thickness of the 
adhesive 1 1 preferatjiy ranges from 30 to 70 ^m. 

Since the discs 1 and 5 are bonded by the adhesive 1 1 at the main surfaces thereof including the Inner side infor- 
ms mation non-recording area i extending from the peripheries of center holes 4 of the discs 1 and 5 to the outer peripheral 
surfaces thereof in the optical information medium which are formed by bonding two discs 1 and 5, high resistivity of 
friction is attained. Particularly, since the inner and outer peripheries of the discs 1 and 5 are conrpletely closed t)y the 
adhesive 11. no air enters inside the discs 1 and 5. and hence the moisture resistance and weather resistance are 
respectively improved. 

40 When the adhesive 1 1 Is spread outward from the inner peripheral surfaces of the center holes 4 so as to move 
around the inner peripheral surfaces of the discs 1 and 5 to fix thereto, thereby enhancing shock absoit)ance at the 
center holes 4. 

For example, at least one surface of the discs 1 and 5 is turned upward, and UV curing resin which does not cure 
on the surface as the adhesive 1 1 drops on the surface so as to level the resin white the discs 1 and 5 rotate. The adhe- 

45 sive 1 1 drops at the portion adjacent to the center holes 4. Thereafter, the given surfaces of the discs 1 and 5 to be 
bonded to each other are laid on top of the other. As a result, the adhesive 1 1 spreads between the discs 1 and 5 owing 
to the pressure which the discs 1 and 5 receive or capillary phenomenon. At the time when the adhesive spreads 
between the discs 1 and 5 at the entire surface of the information non-recording area i, the discs 1 and 5 are rotated at 
high speed to wipe off surplus UV curing resin. Then the UV curing resin is irradiated with UV rays from one surface 

50 side of the transparent discs 1 and 5, to cure the adhesive so as to form the adhesive layer, whereby the discs 1 and 5 
are brought into contact with each other and fixed by the adhesive 1 1 . Considering the shock absorbance of the optical 
information medium, the hardness of the adhesive after curing is preferable to be higher than that of the substrate. 

The first embodiment relates to the case where the disc 1 having the tracking guide 3 and the information recording 
layer 2 which are respectively formed on the information recording area r on the transparent substrate, and the disc 5 

55 having no information recording layer are bonded to each other. In this case, the recording and reproduction can be 
made at one surface of the disc 1 or disc 5. The disc 5 may be formed of the one having no transparency or the colored 
one for maintaining the light resistance or the one having an area in which characters and patterns can be written in the 
surface thereof. 
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Meanwhile, two pieces of discs 1 each having the tracking guide 3 and information recording layer 2 provided at the 
information recording area r on the transparent substrate are prepared, and the information recording layers 2 oppose 
each other to form the optical information medium capable of recording and reproducing at both surfaces thereof. As 
the disc 5 to be used in this case, there is used a disc like the disc 1 of the discs 1 and 5 shown in Fig. 1 wherein the 

5 tracking guide 3 and the information recording layer 2 are provided on the information recording area r. 

Fig. 3 shows an optical information medium according to a second embodiment of the invention. In the second 
embodiment, the groove 7 is defined between the center hole 4 of the disc 1 at the lx)nding surface thereof and the 
information non-recording area i. and the adhesive 1 1 is filled in the groove 7. h is needless to say that the same groove 
7 may be defined in the disc 5. When the borxJing surfaces of the discs 1 and 5 are coated with the adhesive 11 , the 

10 adhesive 1 1 flows and stays in the groove 7 so that the bonding surface area in the bonding surfaces of the discs 1 and 
5, particularly in the inner periphery thereof increases, whereby the resistivity of friction is reinforced by the adhesive 

1 1 filled in the groove 7. due to a so-called anchor effect. 

The groove 7 may be formed of a plurality of differences and the adhesive 1 1 may be reserved in the groove utilizing 
these differences, which makes it easy to form the information recording layer by a spin coating process. 

IS Fig. 4 is a longitudinal partial sectional view of the optical information medium according to a third embodiment of 
the invention. In this embodiment, a rough surface 8 having fine irregularities are formed between the center holes 4 of 
the discs 1 and 5 at the bonding surfaces thereof and information non-recording area i instead of the groove 7. The 
rough surface 8 is formed on both discs 1 and 5. The resistivity of friction is reinforced at the inner peripheral surfaces 
of discs 1 and 5 by the rough surface 8 like the groove 7 in the second embodiment set forth above. The rough surface 

20 8 may be characteristic information engraved in the surfaces of the discs 1 and 5, e.g., a lot number or a product 
number. 

Further, a protrusion 9 is formed on both surfaces of the discs 1 and 5 in this embodiment shown in Fig. 4. Since 
the protrusion 9 is formed on the surfaces of discs 1 and 5, it prevents the surfaces of the discs 1 and 5 from being 
injured when the optical information medium is laid on top of the other. 
25 The outer and inner peripheral sides of the information recording area r, namely, the outside of the area from the 
record starting portion to the record ending portion are marginal portion, where the optical recording layer 12 and 
reflecting layer 13 are not formed. The marginal portions at the outer and inner peripheral sides of the information 
recording area r having no optical recording layer 12 or reflecting layer 13 of two discs 1 and 5 are also bonded by the 
adhesive 1 1 . 

30 If an area where the optical recording layer 12 and reflecting layer 13 having respectively length of 0.1 mm or nrx>re 
are present at the marginal portion of the outer peripheral sides of the information recording area r of the discs 1 and 
5, a non-continuous area is formed on the boundary surface between the reflecting layer 13 and optical recording layer 

12 which is particularly weak in the shock absorbance of the disc edge portion, thereby reinforcing the resistivity of fric- 
tion. As a result, the shock absorbance at the outer peripheral portions can be enhanced. Further, if an area where the 

35 optical recording layer 12 and reflecting layer 13 having respectively length of at least 0.1 mm or more are not present 
at the marginal portion of the inner peripheral sides of the information recording area r of the discs 1 and 5. the adhesion 
between the discs 1 and 5 and the hermetidty of the optical recording layer 12 can be improved. As a result, the relia- 
bility of the record is secured and the nxDisture resistance of the optical recording layer 12 is improved, thereby obtaining 
the optical information medium having a high strength and having no warp even if the clamping areas are not bonded 

40 to each other. 

If the width of the marginal portion is less than 0.1 mm, the effect for improving the adhesion between the discs 1 
and 5 is poor, and hence it needs to be more than 0.1 mm. The width of the marginal portion preferably exceeds 1 .5 
mm. 

As mentioned above, the resistivity of friction between the discs 1 and 5 is weak particularly between the dye film 
45 and metal film, and hence if the dye film remains on the edge of the disc 1 , the flake between the dye film and metal 
film is liable to occur at that portion. Conrpared with this, the sufficient resistivity of friction can be obtained between the 
discs 1 and 5, between the metal films, and between the disc 1 and metal film. Accordingly, it is necessary not to form 
the dye film for forming the optical recording layer 1 2 at the aforementioned marginal portions. In other words, if the dye 
film is not present at the marginal portion, the adhesion and hermeticity can be secured even if there is a metal film for 
50 forming the reflecting layer 13. As an optical information medium according to a fourth embodiment, a WORM optical 
Information medium having one surface record/reproduction structure formed by bonding two surfaces of discs will be 
now described with reference to Figs. 6 and 5. The structure of this optical information medium is principally the same 
as that shown in Figs. 1 and 2, and hence the components which are the same as those in Figs. 1 and 2 are denoted 
by the same numerals. 

55 In the optical information medium, the grooves 6 and 6 are defined in the outer peripheral edges of the discs 1 and 
5 and have the difference in which the outer peripheral edge thereof is thinner than the inner periphery thereof. The 

grooves 6 and 6 appear on outer peripheral surfaces 9 and 9 of the discs 1 and 5. In the fourth embodiment in these 
figures, the grooves 6 and 6 are defined in the entire peripheries of the outer peripheral surfaces 9 and 9 of the discs 1 
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and 5. but they may be formed in a part of the outer peripheries of the discs 1 and 5. 

Then, two pieces of discs 1 and 5 are borxied to each other. At least one main surface of the discs 1 or 5 is coated 
with the reactive curing resin as the adhesive 11, for example, by a spin coating process or saeen printing, then the 
discs 1 and 5 are laid on top of the other while opposing each other, thereafter the reactive curing resin is cured. As a 

5 result, the main surfaces of the discs 1 and 5 are bonded to each other by the layer of the adhesive 1 1 which is formed 
when the reactive curing resin is cured. In this case, the discs 1 and 5 are bonded to each other at the surfaces where 
the grooves 6 and 6 are defined. 

It is desirable that the information recording layer 2 is not provided on the surfaces where the outer peripheral por- 
tions of the discs 1 and 5 are not bonded to each other, and it is preferable that the discs 1 and 5 are directly bonded 

10 to each other or the surface of the disc 1 or disc 5 and the protecting layer is bonded to each other. 

Fig. 7 shows an optical information medium according to a fifth embodiment of the invention. In Fig. 7 (a), the 
groove 7 is defined in only the outer peripheral edge of the information recording layer 2, and the groove 6 is not defined 
in the disc 1 . In Figs. 7 (b) to (d). the grooves 6 and 6 are defined in the main surfaces of the discs 1 and 5 at the position 
close to the inner peripheral surface rather than the outer peripheral surface, and they do not appear on the outer 

15 peripheral surfaces of the discs 1 and 5. Accordingly, in the optical information medium shown in Figs. 7 (b) to (d). it 
appears as if it had no outer peripheral surfaces like the optical information medium having no grooves 6 and 6 in exter- 
nal appearance. The grooves 6 and 6 of the discs 1 and 5 shown in Fig. 7 (b) are rectangular. The grooves 6 and 6 of 
the discs 1 and 5 shown in Fig. 7 (c) are semi-circular. The grooves 6 and 6 of the discs 1 and 5 shown in Fig. 7 (d) have 
trapezoidal shape each having an inclination at one surface dose to the centers of the discs 1 and 5. Particularly, in the 

20 optical information medium shown in Figs. 7 (c) and (d), the adhesive is liable to flow into the grooves 6 and 6. and 
hence it is adapted for introducing the adhesive having high viscosity in the narrow grooves 6 and 6. 

Fig. 8 shows an optical information medium according to a sixth embodiment of the invention, in which no groove 
is defined in the disc 5 as set forth above. However, a part 11a of the adhesive 1 1 moves around the outer peripheral 
surfaces 9 and 9 of the discs 1 and 5. and it is fixed to the outer peripheral surfaces 9 and 9. In this embodiment, even 

25 if the grooves 6 and 6 are not defined, the part 1 la of the adhesive 1 1 which moved around the outer peripheral sur- 
faces 9 and 9 of the discs 1 and 5 reinforces the resistivity of friction in the outer peripheral edges of the discs 1 and 5, 
thereby preventing the flaking and warpage at the outer peripheral sides of the discs 1 and 5. Also in this embodiment, 
the grooves 6 and 6 shown in Figs. 4 to 7 may be defined. 

Fig. 9 shows an optical information medium according to a seventh emtxxliment of the irrvention. In Figs. 9 (a) and 

30 (b), the part 1 1 a of the adhesive 1 1 moves around the outer peripheral surface 9 of the disc 1 and is fixed to the outer 
peripheral surface 9 but the adhesive 1 1 is bonded only to the outer peripheral surface 9 of the disc 1 where the infor- 
mation recording layer 2 is provided. Particularly, in Fig. 9 (a), although the part 1 1a of the adhesive 1 1 is bonded to a 
part of the outer peripheral surface 9, but in Fig. 9 (b) a part 1 lb of the adhesive 1 1 is bonded to the entire surface of 
the outer peripheral surface 9 of the disc. In Figs, (c) to (e). the inclination surfaces 15 and 15 are defined in the outer 

35 peripheral edges of the discs 1 and 5, and the part 1 1a of the adhesive 1 1 is bonded to the inclination surfaces 1 5 and 
15. Particularly in Figs. 9 (c) and (d). the inclination surfaces 15 and 1 5 of the outer peripheries of the discs 1 and 5 are 
defined in the bonding surface sides. That is. the inclination surfaces 15 and 15 are obtuse relative to the bonding sur- 
faces of the discs 1 and 5. 

In Fig. 9 (c). the part 1 1a of the adhesive 1 1 bonded to the edges of the inclination surfaces 15 and 15 protrude 
40 toward the outer peripheral sides while in Fig. 9 (d). the part 1 la of the adhesive 1 1 bonded to the edges of the inclina- 
tion surfaces 15 and 15 form recesses at the outer peripheral sides. Meanwhile, in Fig. 9 (e), the inclination surfaces 15 
and 1 5 of the outer peripheries of the discs 1 and 5 are formed on the surfaces opposite to the bonding surfaces. That 
is, the inclination surfaces 15 and 15 have inclinations which are acute relative to the bonding surfaces of the discs 1 
and 5. The part 1 la of the adhesive 1 1 is bonded to both inclination surfaces 15 and 15. 
45 As an optical information medium according to an eighth embodiment of the invention, the WORM optical informa- 
tion medium having one surlace record/reproduction structure formed by bonding two surfaces of discs will be now 
described with reference to Figs. 10 and 1 1 . The structure of the optical information medium is principally the same as 
that shown in Figs. 1 and 2, and hence the components which are the same as those in Figs. 1 and 2 are denoted by 
the same numerals. 

50 The non-bonding area m are set or formed between the center hole 4 and the inner information non-recording area 
at the surface where the information recording layer 2 of the disc 1 is provided. As described before, in the WORM opti- 
cal Information medium, the diameter of the center hole 4 of the disc 1 . i.e. the inner diameter of the disc 1 is 15 mm. 
and the outer diameter of the disc 1 is 1 20 mm, and the thickness thereof Is 0.6 mm. The non-bonding area m is formed 
at the area having the diameter ranging from the diameter of 15 mm to 28 mm. Further, the tracking guide 3 and infor- 

55 mation recording layer 2 are provided at the area of the disc 1 having the diameter ranging from 48 mm to 1 16 mm and 
this area is defined as the information recording area r. The information recording area r forms pits by the irradiatk>n of 
the recording laser beam for bringing about an optical interference which light length is partially differentiated from other 
portions, to form the area for recording signals therein. 
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Another disc 5 is prepared in addition to the disc 1 . and these discs 1 and 5 are bonded to each other. In this case, 
the surface where the information recording layer 2 Is provided on the disc 1 is bonded. The non-bonding area m formed 
at the peripheries of the center holes 4 of the discs 1 and 5 are not coated with the adhesive 11 , but the outside portions 
of the non-borxiing area m are coated with the adhesive 1 1 . Accordingly, the adhesive 1 1 is neither bonded to the non- 
5 bonding area m nor the peripheral surfaces of the center holes 4 of the discs 1 and 5 of the bonding surfaces of the 
discs 1 and 5. 

Fig. 12 is an optical information medium according to the ninth embodiment of the invention. In Fig. 12 (a), rectan- 
gular grooves 7 and 7 are defined in the outside of the non-bonding area m of the bonding surfaces of the discs 1 and 
5. When the bonding surfaces of the discs 1 and 5 are coated with the adhesive 1 1 , the adhesive 1 1 flows into and stays 

10 in the grooves 7 and 7, thereby preventing the adhesive 1 1 from bonding to the non-bonding area m. Further, the bond- 
ing area outside the non-bonding area m of the bonding surfaces of the discs 1 and 5 increases by the provisions of the 
grooves 7 and 7. and the resistivity of friction is reinforced by the adhesive 1 1 entering the grooves 7 and 7, i.e. by a so- 
called anchor effect. In Fig. 12 (b), the grooves 7 and 7 are defined from ttie outside of the non-bonding area m to the 
non-bonding area m and reach the center holes 4. Whereupon in Fig. 12 (c), differences 10 and 10 are formed outside 

15 the non-bonding area m of the bonding surfaces of the discs 1 an6 5, and hence the non-bonding area m alone is 
thicker than other bonding surfaces. As a result, the adhesive 1 1 bonds only to the portion outside the differences 10 
and 10, and it is obstructed by the differences 10 and 10 and hence it does not bond to the non-bonding area m. The 
bonding surfaces of the non-bonding area m of the discs 1 and 5 are brought into contact with each other owing to the 
difference of the thicknesses. In Fig. 12 (d), the groove 7 is defined in only the outside of the non-bonding area m of the 

20 bonding surface of the disc 1 . The groove 7 is semi-cylindrical. 

In an optical information medium shown in Figs. 13 according to a tenth embodiment of the invention, no groove is 
defined in the discs 1 and 5 but the center hole 4' of another disc 5 is larger than the center hole 4 of the disc 1 . The 
diameter of the center hole 4' is substantially the same or greater than the outer diameter of the non-bonding area m. 
The portion corresponding to the outside portion of the center hole 4' alone of the bonding surfaces of the discs 1 and 

25 5 is coated with the adhesive 1 1 . The part of the adhesive 1 1 moves around the inner peripheral surface of the center 
hole 4' of the disc 5 and is fixed thereto, thereby reinforcing the resistivity of friction at the inner peripheral sides of the 
discs 1 and 5. 

In an optical information medium shown in Fig. 1 4 according to an eleventh embodiment of the invention, the center 
hole 4' of another disc 5 is greater than the center hole 4 of the disc 1 like the embodiment of Fig. 13. The diameter of 
30 the center hole 4' of the large diameter of the disc 5 is substantially the same or greater than the outer diameter of the 
non-bonding area m. The groove 7 is defined in the outside of the non-bonding area m of the disc 1 having the center 
hole 4 of the small diameter. Only the portion corresponding to the outside of the groove 7 of the bonding surfaces of 
the discs 1 and 5 is coated with the adhesive 1 1 . Since the adhesive 1 1 enters the groove 7 and stays therein, it hardly 
moves around the peripheral surface of the center hole 4' but the resistivity of friction is reinforced at the inner peripheral 
35 sides of the discs 1 and 5 owing to the adhesive 1 1 which entered the groove 7. 

Fig. 1 5 shows the shape of the non-bonding area m set forth above, wherein denoted by dotted lines show a bound- 
ary of the non-bonding area m which is hidden behind the disc 1 or disc 5. 

In the example of Fig. 15 (a), the boundary of the non-bonding area m is eccentric relative to the centers of the 
discs 1 and 5. In Fig. 15 (b). the boundary of the non-bonding area m is not circular, elliptical and polygonal, but unge- 
40 ometrical irregular shape. In any case of Figs. 1 5 (a) and (b), the boundary of the non-bonding area m is not constant 
or fixed in distance from the centers of the discs 1 and 5. Accordingly, the maximum amplitude Q of the mechanical res- 
onance frequency Fq becomes small, thereby decreasing the oscillation of the discs at the time of high revolution of the 
optical information medium. 

The concrete examples of the invention will be now described with reference to concrete numeric values. 

45 

(1st Example) 

A carbocyanine dye having a trimethylene chain (NK 4321; available from Nippon KanKo-shiklso Kenkyusho Co.. 
Ltd.), represented by the following formula, was dissolved in 3 ml of diacetone alcohol to form a solution of 40 mg / ml 
50 concentration, and a solution of the cyanine dye thus prepared was coated on a polycarbonate substrate of 0.6 mm in 
thickness by spin coating process to form an optical recording layer comprising a layer of 100 mm thick of the optical 
absorption dye. 
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15 A reflecting layer formed of gold Is provided on the optical recording layer by a sputtering process, then the reflect- 
ing layer is coated with the UV curing resin (made of Dainippon Ink & Chemicals under the product name of SD21 1 ) by 
a spin coating process, and the UV curing resin is cured to form a protecting layer (5 ^m) formed of the UV curing film, 
whereby a pair of discs are fabricated. The protecting layer of one disc is coated with an adhesive made of the UV cur- 
ing resin (made of Dainippon Ink & Chemicals under the product name of S0318) by a spin coating process, and the 

20 protecting layer of another disc is permitted to contact this adhesive, then the adhesive is irradiated with UV rays 
through the contacted another disc, thereby curing the adhesive. 

The curing coating film of the UV curing resin employed by the adhesive layer has a pencil hardness (hand writing 
process of JISK5400 is used) of 2H at the temperature of 25°C, and the curing shrinkage rate is 8.5%, and the curing 
film of the adhesive layer has substantially the same hardness and shrinkage. In such a manner, the both surface 

25 recording type optical disc is obtained by bonding a pair of opposing substrates each having a main surface on which 
the optical absorbing layer, reflecting layer and protecting layer are provided, and the protecting layers of both sub- 
strates are bonded to each other by the adhesive layer. Upon visual inspection of the external appearance of the cured 
adhesive layer, bubbles are not mingled in the adhesive layer and no deformation of the optical disc is recognized. The 
variation rate of reflectance and the variation of push-pull signals (tracking error signal variation, hereinafter referred to 

30 as PP) of the optical disc are checked with an optical pick up (NA: 0.6, \ :638nm). As a result, the variation rate is less 
than 5% and the PP is less than 1 5%. The structure of the optical disc is shown In Table 1 and the result oftest is shown 
in Table 3. The indication of "None" of "Mixing of Bubbles" in Table 3 shows that visible bubbles are not recognized. This 
is applied to the following examples. 

35 (2nd Example) 

The optical disc is fabricated in the same manner as the 1 st Example except the thickness of the adhesive layer is 
37 pm. and the test is carried out like the 1st Example. The result of test is shown in Table 3 and the structure of 2nd 
Example is shown in Table 1 . It is possible to make the adhesive layer thick by any of a method of coating resin fluid in 
40 concentrated form, a method of decreasing the speed of rotation of a spin coating apparatus, or a method of increasing 
the number of times of coating. 

(3rd and 4th Examples) 

45 The optical disc of the 3rd and 4th Examples is fabricated in the same manner as the 1st Example except butjbles 
are mixed in the adhesive layer and the thicknesses of the adhesive layers are 37 ^m and 35 pm, and the test is carried 
out like the 1st Example. The result of test is shown in Table 3 and the structures of the 3rd and 4th Examples are shown 
in Table 1. The indication of "Bubbles Each Having Diameter of Exceeding Several 100 lam Are Not Mingled" means 
that bubbles each having the diameter of less than several 100 ^m may be mixed in the adhesive layer. This is applied 

so to the following examples. Either the bubbles are nrtingled in the adhesive layer or not may be canried out by subjecting 
the coating layer to degassing or not under a vacuum when coating. 

(5th and 6th Examples) 

55 The optical disc of the 5th and 6th Examples is fabricated in the same manner as the 1st and 4th Examples except 
the protecting layer is not provided and the thicknesses of the adhesive layers are 65 ^m and 67 ^m, and the test is 
carried out like the 1st Example. The result of test is shown in Table 3 and the structures of the 5th and 6th Examples 
are shown in Table 1. 
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(7th and 8th Examples) 

The optical disc of the 7th and 8th Examples is fabricated in the same manner as the 5th and 6th Examples except 
the thicknesses of the adhesive layers are 68 ^m and 69 ^m and the reflecting layer is provided by sputtering aluminum 
5 (Al) instead of that of Au, and the test is carried out like the 1st Example. The result of test is shown in Table 3 and the 
structures of the 7th and 8th Examples are shown in Table 1 . 

(9th Example) 

10 The optical disc of the 9th Example is fabricated in the same manner as the 1st Example except the thickness of 
the adhesive layer is 35 fxm and the reflecting layer is provided by sputtering aluminum (Al) instead of that of Au, and 
the test is carried out like the 1st Example. The result of test is shown in Table 3 and the structure of the 9th Example 
is shown in Table 1 . 

15 (10th Example) 

The optical disc of the 10th Example is fabricated in the same manner as the 9th Example except the optical 
recording layer is coated with a silane solution (made of The Shin-Etsu Chemical Co.. Ltd. under the product name of 
KR220) by a spin coating process to form a film, then an optical enhance layer fiaving a thickness of 80 nm is formed 
20 with the thickness of the adhesive layer being 36 ^m, and the test is carried out like the 1st Example. The result of test 
is shown in Table 3 and the structure of the 10th Example is shown in Table 1 . 

(11th Example) 

25 The optical disc of the 1 1th Example is fabricated in the same manner as the 1st Example except solution of 20% 
of azo dyestuff is employed instead of cyanlne dyestuff. and the thickness of the adhesive layer is 25 ^m, and the test 
is carried out like the 1st Example. The result of test is shown in Table 3 and the structure of the 1 1th Example is shown 
in Table 1 . 

30 (12th Exanple) 

The optical disc of the 12th Example is fabricated in the same manner as the 1st Example except the resin of the 
adhesive layer is changed from the UV curing resin (made of Dainippon Ink & Chemicals under the product name of 
SD318) to the UV curing resin (made of Dainippon Ink & Chemicals under the product name of SD211). and the thick* 
35 ness of the adhesive layer is 25 ^m, and the test is carried out like the 1 st Exantple. The result of test is shown in Table 
3 and the structure of the 12th Example is shown in Table 1 . The UV curing resin (made of Dainippon Ink & Chemicals 
under the product name of SD21 1) employed by the adhesive layer has a pencil hardness of 2H and the curing shrink- 
age rate is 10.3% which are respectively measured in the same manner as the curing coating film set forth above, and 
the curing film of the adhesive layer has substantially the same hardness and shrinkage rate. 

40 

(13th Example) 

The optical disc of the 13th Example is fabricated in the same nr^nner as the 1st Example except the kind of resin 
of the adhesive layer is changed from the UV curing resin to a hot melt material, and the hot melt material is coated by 

45 a roll coating method, and the protecting layer of another disc is brought into contact with the coating layer of molten 
viscous hot melt material to cool the protecting layer, then both discs are bonded to each other with the thickness of the 
adhesive layer being 75 ^m, and the test is carried out like the 1st Example. The result of test is shown in Table 3 and 
the structure of the 13th Example is shown in Table 1. The hot melt material employed by the adhesive layer is that 
made of Daiya Bond Industry Co. and having melting temperature of 125*'C, and the curing shrinkage rate at the normal 

50 temperature is measured from the molten state thereof using Archimedes' process (Archimedes' principle), which 
reveals that the shrinkage rate is 6%. and the curing film of the adhesive layer has substantially the same shrinkage 
rate. 

(14th Exanrrple) 

55 

The optical disc of the Uth Exanple is fabricated in the same manner as the 1st Example except the resin of the 
adhesive layer is changed from the UV curing resin (made of Dainippon Ink & Chemicals under the product name of 
SD318) to the UV curing resin (made of Nippon Steel Corporation under the product name of V-2152), and the thick- 
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ness of the adhesive layer is 72 pm, and the resin of protecting layer is changed from the UV curing resin (made of Dain- 
ippon Ink & Chemicals under the product name of SD21 1) to the UV curing resin (made of Dainippon Ink & Chemicals 
under the product name of SD1 7. and the thickness of the protecting layer is 4 ^m, and the test Is carried out like the 
1st Example. The result of test is shown in Table 3 and the structure of the 14th Example is shown in Table 1. The UV 
5 curing resin (made of Nippon Steel Corporation under the product name of V-21 52) employed t)y the adhesive layer has 
a pencil hardness of 2H and the curing shrinkage rate is 8.8% which are respectively measured in the same manner as 
the curing coating film set forth above, and the curing film of the adhesive layer has substantially the same hardness 
and shrinkage rate. 

10 (15th Example) 

The optical disc of the 15th Example is fabricated in the same manner as the 14th Example except the thickness 
of the adhesive layer is 41 ^m, and the thickness of the protecting layer is 6 pm, and the test is canried out like the 1st 
Exarrple. The result of test is shown in Table 3 and the structure of the 15th Example is shown in Table 1. 

15 

(1st Comparative Example) 

The optical disc is fabricated in the same manner as the 5th Example except the thickness of the adhesive layer is 
6 nm, and the test is carried out like the Isl Example. The result of test is shown in Table 3 and the structure of the 1st 
20 Comparative Example is shown in Table 2. 

(2nd Comparative Example) 

The optical disc is fabricated in the same manner as the 1st Example except the thickness of the adhesive layer is 
25 5 |im. and the test is carried out like the 1 st Example. The result of test is shown in Table 3 and the structure of the 2nd 
Comparative Example is shown in Table 2. 

(3rd Comparative Example) 

30 The optical disc is fabricated in the same manner as the 1 st Example except the thickness of the adhesive layer is 
85 ^m. arxj the test is carried out like the 1st Example. The result of test is shown in Table 3 and the structure of the 
2nd Comparative Example is shown in Table 2. 

(4th Comparative Example) 

35 

The optical disc is fabricated in the same manner as the 1st Example except the kind of resin of the adhesive layer 
is changed to the UV curing acrylic resin having the pencil hardness of H and the curing shrinkage rate of 18% which 
are respectively measured in the manner set forth above, and the thickness of the adhesive layer is 10 ^m, and the test 
is carried out like the 1st Example. The result of test is shown in Table 3 and the structure of the 4th Comparative Exam- 
40 pie is shown in Table 2. 

From the results shown in Tables, it is understood that the variation rate of the reflectance is less than 5% which is 
not critical level in each of the Examples 1 to 15, and there is not recognized the deformation of the optical disc caused 
by the stress in each of the Examples 1 to 15, and hence the stress actually influencing the adhesive layer is not gen- 
erated. Whereupon, it is understood that there is recognized the deformation of the optical disc in the Comparative 

45 Examples 1 to 4, and the warpage occurs owing to the deformation of the optical disc in the Comparative Examples 3 
and 4. which disables the recording of information. The results in the Comparative Exanples are caused by the thick- 
ness of the adhesive layer, namely, they depend on too tNn or too thick thicknesses and the curing shrinkage rate of 
the adhesive layer is too large. 

Further, it is understood that since there is no distortion of the optical disc even if it is recognized that bubbles each 

so having a diameter of exceeding several 100 ^m are not mixed in the adhesive layer in the Examples, the influence of 
the stress even If it is generated in the adhesive layer is reduced by the thickness of the adhesive layer, thereby reducing 
the influence thereof. 

It is preferable that the pencil hardness be more than 2H (at least 2H) in the Examples. Since there is no deforma- 
tion of the optical disc and the variation of the reflectance can be restrained less than 5% in the Examples, it may be 
55 limited to "the optical recording medium which is not deformed by controlling the shrinkage rate of the adhesive when 
the adhesive layer is cured and the variation of the Push-Pull signal (PP signal (Push-Pull signal) tracking signal)) is less 
than ±1 5% (not exceeding ±1 5%) and the variation rate of the reflectance is less than 5% (not exceeding 5%)". The lim- 
iting conditions may be one of them. Meanwhile, 5% of the variation rate of the reflectance of the reflecting layer 13 is 
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extended to a level which is not critical in the actual case in each level of the Examples, and this can be controlled by 
the shrinkage rate, etc. when the adhesive layer is cured. Still further, the aforementioned limitation of the conditions 
may be added. 

The features disclosed in the foregoing description, in the claims and/or in the accompanying drawings may. both 
separately and in any combination thereof, be material for realising the invention in diverse forms thereof. 
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Claims 

1. An optical information medium comprising a pair of discs (1 and 5) which are bonded to each other, an optical 
recording layer (12) provided on at least one of the discs (1 and 5), a reflecting layer (13) formed on an upper side 

5 of the optical recording layer (12), the optical information medium further including an adhesive (11 ) for bonding the 
pair of discs (1 and 5) provided on the reflecting layer (13). wherein the adhesive (11) has a thickness ranging from 
10to80^m. 

2. The optical information medium according to Claim 1 , further including a protecting layer (14) provided on an upper 
10 side of the reflecting layer (13) wherein the pair of discs (1 and 5) are bonded by the adhesive (11) provided on the 

protecting layer (14). 

3. The optical information medium according to Claim 1 . wherein a shrinkage rate of the adhesive layer (1 1) is less 
than 15%. 

15 

4. The optical information medium according to Claim 1 , wherein the adhesive layer (11) includes an reactive curing 

resin. 

5. The optical information medium according to Claim 1 , wherein the adhesive layer (1 1) is made of a hot melt mate- 
20 rial. 

6. The optical information medium according to Claim 1 , further including groove (6) defined in an outer periphery of 
at least one of the discs (1 and 5), wherein the pair of discs (1 and 5) are bonded to each other by the adhesive 
(11) filled in the groove. 

25 

7. The optical information medium according to Claim 6, wherein the groove (6) are defined in outer peripheral edges 
of the discs (1 and 5). 

8. The optical information medium according to Claim 6. wherein the groove (6) are defined in the outer peripheral 
30 portion other than edges. 

9. The optical information medium according to Claim 1. wherein a part (11a) of the adhesive (1 1) which bonded 
bonding surfaces of the discs (1 and 5) is fixed to an outer peripheral surface of at least one of the discs (1 and 5). 

35 10. The optical information medium according to Claim 9. further including inclination surfaces (15 and 15) formed on 
the outer peripheral portion of the discs (1 and 5) to which the part (11a) of the ^hesive (1 1) is fixed, wherein said 
inclination surfaces (15 and 15) are obtuse or acute relative to the bonding surfaces of the discs (1 and 5). 

1 1 . The optical information medium according to Claim 1 . wherein an information non-recording area (i) of the discs (1 
40 and 5) formed at an inner peripheral side of an information recording area (r) is bonded by the adhesive (1 1 ). 

12. The optical information medium according to Claim 11, wherein entire surfaces of the discs (1 and 5) extending 
from the center holes (4) thereof to the outeroiost peripheries thereof is bonded by the adhesive (1 1). 

45 13. The optical information medium according to Claim 1 1 . further including a groove (7) formed between a center hole 
(4) and an information non-recording area (i) formed at the inner peripheral side of at least one of the discs (1 and 
5), wherein the adhesive (1 1) is filled in the groove (7). 

14. The optical information medium according to Claim 11. further including a rough surface (8) formed between a 
50 center hole (4) and an information non-recording area (i) formed at the inner peripheral side of at least one of the 

discs (1 and 5). 

15. The optical information medium according to Claim 14, wherein the rough surface (8) is character information 
engraved in the surface of at least one of the discs (1 and 5). 

55 

16. The optical information medium according to Claim 1. wherein the optical recording layer (12) is not formed on at 
least a part of one disc (1) other than the infornration recording area (r), and a surface of one disc (1) including the 
part having no optical recording layer (12) is bonded to another disc (5) by the adhesive (11). 
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17. The optical Information medium according to Claim 1 , further including a marginal portion where no optical record- 
ing layer (1 2) is formed at outer and/or inner peripheral sides of the information recording area (r). wherein one disc 

(I) including the marginal portion is bonded to another disc (5). 

5 18. The optical information medium according to Claim 17, wherein the marginal portion has a width of 0.1 mm or 
more. 

19. The optical information medium according to Claim 1 6. wherein the optical recording layers (1 2) are bonded on one 
disc (1) and another disc (5) to be bonded to one disc (1) at the bonding surfaces thereof. 

10 

20. The optical information medium according to Claim 16, wherein another disc (5) to be bonded to one disc (1) has 
no optical recording layer (12). 

21. The optical information medium according to Claim 1, further including a non-bonding area (m) to which the adhe- 
75 sive (1 1) is not partially bonded which are provided at the peripheries of the center holes (4) of the discs (1 and 5). 

22. The optical information medium according to Claim 21, further including grooves (7 and 7) in which the adhesive 

(II) stays which are defined in at least one main surface of the discs (1 and 5) outside the non-bonding area(m). 

20 23. The optical information medium according to Claim 21, wherein a diameter of the center hole (4') of another disc 
(5) is larger than that of the center hole (4) of one disc (1) and is also larger than a diameter of the non-bonding 
area (m). 

24. The optical information medium according to Claim 23, wherein a part of the adhesive (11) moves around and is 
25 fixed to the peripheral surface of the center hole (4 ) of large diameter of another disc (5). 

25. The optical information medium according to Claim 1. wherein the adhesive (11) is not bonded to peripheral sur- 
faces of the center holes (4) of the discs (1 and 5). 

30 26. The optical information medium according to Claim 1 , wherein the adhesive (11) layer is provided on the outside of 
the peripheries of the center holes (4) of the discs (1 and 5). 

27. The optical information medium according to Claim 21, wherein the adhesive (1 1) is coated on the outside of the 
discs (1 and 5) by a spin coating process. 

35 

28. The optical information medium according to Claim 21 , wherein a distance between a boundary of the non-bonding 
area (m) and the centers of the discs (1 and 5) is not fixed. 
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(54) Optical Information medium 

(57) An optical information medium comprises a 
pair of discs (1 and 5) which are bonded to each other, 
an optical recording layer (12) provided on at least one 
of the discs (1 and 5). a reflecting layer (13) formed on 
an upper side of the optical recording layer (12). The 
optical information medium further includes an adhesive 

(1 1) tor bonding the pair of discs (1 and 5) provided on 
the reflecting layer (13). wherein the adhesive (1 1) has 
a thickness ranging from 10 to 80 ^m. A protecting layer 
(14) Is provided on the upper side of the reflecting layer 
(13) wherein the pair of discs (1 and 5) may be bonded 
by the protecting layer (14). The optical recording layer 

(12) . reflecting layer (13) and protecting layer (14) may 
be directly sequentially provided on the disc (1) but 
another substrate layer may be inserted between these 
layers. There is employed, as the adhesive (11). that 
including a reactive curing resin or a hot melt material, 
and it is preferable that the shrinkage rate of the adhe- 
sive (1 1) be less than 15%. 
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